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Smart label 

The present Invention relates to a smart label including a polyolefin 
substrate comprising a circuitry pattern and an integrated circuit on a 
5 chip. The present invention also relates to a moulded polyolefin product 
comprising an in-mould smart label Including a polyolefin substrate 
comprising a circuitry pattern and an integrated circuit on a chip. 

Smart labels comprising a circuitry pattern and an Integrated circuit on 
10 a chip are used for example for Identifying and following certain 
products. They form an easy and cheap surveillance system If a reader 
device Is available. 

On the other hand, there Is a need for labels which can be put Inside a 
15 product or on a surface of the product during a moulding process to 
obtain identifiable products from which the smart label cannot be 
removed without breaking the product. The normally used raw 
materials for in-mould labels are biaxially oriented polypropylene 
(BOPP), high density polyethylene (HOPE) and low density 
20 polyethylene (LDPE) because It is advantageous to use the same 
material In the label as In the moulded product due to the possibility of 
recycling. The most common raw materials used in moulded products, 
especially in food, beverage, flower, petrochemical, personal hygiene 
or household product industries, are polyolefins, such as high density 
25 polyethylene (HOPE) and polypropylene (PP). In this context the 
moulding process refers to moulding processes known as such, for 
example an injection moulding process or a blow moulding process. 

There are. however, certain obstacles for manufacturing such smart 
30 labels which can be used in In-mould products. The attachment of the 
chip to the circuitry pattern may require high temperatures, and 
therefore films which are normally used as a substrate for in-mould 
labels cannot be used. The required temperature may be 150 • ISO^'C, 
and the duration of the treatment may be 5 - 8 seconds. It means that 
35 the normally used films melt, bum or shrink. For example polyester 
would have a high enough thermostability but it cannot be used with 
polyolefins because products made of polyolefins shrink approximately 
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2 o/. after moulding and polyester maintains its /"^^^^^^ 
adhesion of the polyester film to polyolefins is not perfect either and 
recylg is not possible when a film with a different raw matena. bas.s 
is used. 

The present invention brings an enhancement to the known technique^ 
^he mart label and the in-mould produot o. the —h i 
Ihara te zed in that the substrate comprises 30 - 80 ».-% of a m,ne,a, 



30 



35 



filler. 



The films of the invention contain mineral flleis to enhance the heat 
LiteL of the film. The films contain 30 - 80 of a mineral filler, 
TTZr chalk calcium carbonate (CaCOa). titanium d.ox,de 

The pretend minera, filler content is 
S, 7'ot'; V^e f,.m can be manufactured for example by casing c. 
blowing It can be ^m^ented. machine direction onented. oo^ 
d rec«on oriented o, biax^lly oriented. The may conU." ..ore .h n 
one laver and it may be coated on one SKle or both sides. Its 
"ppe Th^eC be In or glossy, and if may be - 
opaque, fts cokxir may be anything, lis thickness » preferably 30 250 



m the present applKaton. smart labels refer to labels comprising an 
BF^ ciTuit (idenuiicalioo). A smart label «eb can be fomted of the 

,1 of ::LLon in a continuous P'°---.JJ,«r:r a" 
web that is flexible but still has a suitable ngKWy. Tl^e ^f j^^' 
Insists of a sequence of successive and/or adjacent smart labels. The 
drXpaftem can be manufactured by printing the circuitry pattern 
w«h an electroconductive priming ink on a film, by etching the circtrto- 
pattern on a metal film, by punching the circuitry pattern from a me«l 
mm or by winding the circuitry pattern of for example copper wire. 
Typic^ ly the circuuiy pattern .s fomted by etching it on the metal f. m^ 
jZ electrically operating RFIO (radio frequency 
the smart label is a simple electric oscillating "'f' 
operating at a determined frequency. The circuit consists of a coil, a 
"o? and an integrated circuit on a chip. The integrated circua 
Emprises an escort memory and an BP part which is arranged to 
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communicate with a reader device. Also the capacitor of the RCL 
circuit can be integrated in the chip or it can t>e located outside the 
chip. When the capacitor is located outside the chip, it is formed by 
plates on the smart label web and the structural part. The plates are 
5 located one upon the other thereby forming the capacitor in a ready 
smart label. 

Methods for attaching the integrated circuit on the chip to a circuitry 
pattern include the flip-chip technology which comprises several tech- 

10 Piques. The flip-chip technology can be selected from a large variety in 
such a way that the production rate of the process can be maximized at 
an appropriate level of quality and reliability. Suitable flip-chip methods 
include anisotropically conductive adhesive or film {ACA or ACF) joint 
(the required process temperature >140^C), isotropically conductive 

15 adhesive (ICA) joint (the required process temperature >140°C), non- 
conductive adhesive (NCA) joint (the required process temperature 
>140''C), solder flip-chip (FC) joint (the required process temperature 
approximately 220''C), or possibly other metallic joints. In addition to 
the flip-chip technology, also a wire bond or a joint made by tape 

20 automated bonding (TAB) can be used. Also joints made by polymer 
based thermoplastic adhesives can be used (the required process 
temperature 140 - 200*^0). The chip can also be placed by the flip-chip 
technology onto a separate structural part which is attached to the 
circuitry pattem. 

25 

The smart labels of the invention can be delivered to be used as in- 
mould labels in a web form with or without a backing film. The web may 
be perforated. When the web has the backing film it is preferably a 
non-adhesive dry-peel film on which the die-cut smart labels are 
30 located. The web can be in roll fomfi or fan folded. It is also possible 
that the web is sheeted to sheets containing one or more smart labels. 

On the smart label web. the chip can be plain or it can be covered by a 
film which protects the chip and the circuitry pattern against moisture 
35 and chemicals. The protective film may be for example a coextruded 
film based on polyolefins. The thickness of the film is preferably 10 - 
200 pim. Another possibility is to adhere a layer of a shock-absorbent 
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rubber compound. The smart label may be inserted on the surface of 
the product with either the front or the reverse side in contact wrth the 
product, or the smart label may be embedded in the product. 

5 When a blow moulded product is in question, the reverse side of the 
smart label web shall include an adhesion layer whose melting point is 
lower than that of the smart label substrate because the blow moulding 
process takes place at a lower temperature than injection moulding. 
Thus to achieve a good adhesion, an extra layer is required. The 

10 smart label made by the blow moulding process is attached to he 
product so that the adhesion layer faces the moulded product, or the 
smart label may be embedded Into the product. 

In the following, the invention will be described by means of a drawing. 
1 5 Fig. shows a single smart label in a top view. 

Figure 1 shows a single smart label In a top view. The smart label 
web 1 is a continuous web which contains circuitry patterns 3. each 
having an integrated circuit on a chip 2. at suitable spaces one after 

20 another and/or next to each other. The material of the web is polyolefin 
containing 30 - 80 wt-% of a mineral filler. The circuitry pattern 3 can 
be made by printing the circuitry pattern on a film with an electro- 
conductive printing ink. by etching the circuitry pattern on a metal film, 
by punching the circuitry pattern off a metal film, or by winding the cir- 

25 cuitry pattern of e.g. a copper wire. The circuitry pattern is provided 
with an identification circuit, such as a radio frequency identification 
(RFID) circuit. The Identification circuit is a simple electric oscillating 
circuit (RCL circuit) tuned to operate at a defined frequency. The circuit 
consists of a coil, a capacitor and a circuit integrated on a chip, con- 

30 sisting of an escort memory and an RF part for communication with a 
reader device. The capacitor of the RCL circuit can also be integrated 
on the chip or the capacitor/s can be located outside the chip. 



35 



Example. 



m-mould smart labels comprising a circuitry pattern and an integrated 
circuit on a chip were manufactured from commercial polyolefin films 
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comprising 30 - 80 wt-% of a mineral filler. The used films were FPO® 
films 3966, 3969, 3970 and 3965 manufactured by RKW Sweden AB 
(Sweden), Leanfilm manufactured by Ecolean AB (Sweden) and 
Teslin® synthetic printing sheets SP-700, SP-800, SP-1000. SP-1400 
5 and SP-1800 manufactured by PPG Industries, Inc. (USA), The FPO® 
films were polypropylene films whose thickness varied from 70 to 110 
^im. the filler was a combination of chalk and talc and the filler content 
was 51 wt-% according to ISO 3451-1, These films resist well 
temperatures of at least leO'^C. All the films sustained well the 
10 manufacturing process of the smart label and its moulding into a 
product. 

The invention is not restricted to the description above, but the inven- 
tion may vary within the scope of the claims. The main idea in the 
15 invention is that the polyolefin substrate of the smart label can be made 
thermoresistant by a certain amount of mineral fillers. 
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Claims: 

1. A smart label including a polyolefin substrate comprising a circuitry 
pattern and an integrated circuit on a chip, characterized in that the 

5 substrate comprises 30 - 80 wt-% of a mineral filler. 

2. The smart label according to claim 1, characterized in that the 
mineral filler is talc, chalk, calcium carbonate (CaCOg), titanium dioxide 
(TIO2), silica or mixtures of those. 

10 

3. The smart label according to claims 1 or 2, characterized In that the 
polyolefin substrate is a biaxially oriented polypropylene (BOPP), a 
high density polyethylene (HOPE) or a low density polyethylene 
(LDPE). 

15 

4. A moulded polyolefin product comprising an in-mould smart label 
including a polyolefin substrate comprising a circuitry pattern and an 
integrated circuit on a chip, characterized in that the substrate 
comprises 30 - 80 wt-% of a mineral filler. 

20 
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